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M3o6peieHHe othochtch k nepHofl Nerajuiyp- 

xpoMHCrux « Apyrnx KOMruieKCHO-JierHpoBaii 
Hbix nep)K a bc khuh x era^eft, b tom *n*cne jierii- 

* pOMHHUX T«T3H0M. 

H3BecTMhifi cjiocoG nojiyMeHHH HepaoBewJuefl 
xpOHcoAepwamefi cTajiH BKjiioqaeT a ce<ta pac- 
DJiaweHHe ujhxtu, o6e3yrjiepo»<MBaHHe pac- 
njiaaa, pacKHcneiwe, /lerHpoaaHMe h BbinycK 
rwaBKH b kobcj noA nepBH^HMM ui ji a kgm. B BaH- 
ay no xoay* iuibbkh bboaht okhcjiw Mapraaaa. 
OcHOBBOCTb uwaKa nepejl BfcinycKOM JUiaaKM hs 
ne^H yaejiHqHBaioT nyteM npHcajiKH : Mapram^e- 
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BunycK rwaaKM ocymecTBJiflip^; limtkiteittteti* 
no b cra^epaa^iiBOHHud Koaio npH ocndaliodTi 
tfljiaica He weeec i.3 c DiniOBpeiieHHhiM Jiermo- 
Ba H H€y Merajajia THtaHOM. 

Bun^iaaKa cravm no HOBOMy cnooXSy aaiuiio- 
waeTca b ,oieflyiomeM. -B craienjiaBiuibHri> 
neqb aarpyjKajoT uetaAaHHecKyio inHxryi 
Mpayw pyay, okhoiu hjih KapGoHaTbi MapraBia 
nocHOBHue uuiaKoo^paayiomHe MaTepHaJiw. 3a- 
Tew b oCmuhom nopjuuee pacanaBjiHw h o6eayr- 
Jiepo»«BaiOT paciwaa. n P H stom flpo^yBKy 

^pOHSBOilHt KHCilOpOAOM HQtL (^eCblO KHOIOPO- 

T a^ Mepea eronopHoe oTBepctHe nepeiaBawr aaoia. Woaaa P vm 

bo Btopoft KOBiu, we npoeoMT jierHponaHHe ch> dKHcma mm S^aS^S.^^ 31 ^' 
^encooKKOiHiomHMHCR aieMaHtaitH, nanpawep ^ 
3 ^ bbojiht ;TaiQKe n^^jfeyfe^ 

owaK. Oiwa K o aroV c«cko6 "xapaicTepwvera-^vS 
^«3.. py A «. ^rpyiubcxHM^^ 

a«uieMH € npo^aoiiHT^bKocT.i . cTa^n^aaiuii^..i ; J no^pS " ^ 0H 

A»* aroro a^aauHy A o pacKHcnejiHH bbo^t • Spe^Hp°o^^^^^ iH>0M3BO4ar 
OKifo, u h^h KapeoHaibi MapraHaa, noc^e ' / Sffirnffi ^22, £ ■ ,;H npoHaaoAar. 

Mexa,, h u. aK np OAyBai or mceptH** rasoM, a^ .SSi 
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[see English abstract-separate page] 
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(54) METHOD FOR OBTAINING STAINLESS STEEL 

1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chromium-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag-forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 



350833 



2 

the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1 .3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1 .3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel* 
teeming ladle with a slag basicity no less than 1.3, with simultaneous alloying of the metal 
with titanium. 
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